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(54) Heterogeneous silica carbon black-filled rubber compound 

(57) The present invention relates to a heterogene- 
ous silica/carbon black-filled rubber compound and a 
process for making the same. The process comprises 

(a) intimately dispersing substantially all of the silica 
filler in a first rubber to form a silica-filled com- 
pound; 

(b) separately intimately dispersing the majority of 
carbon black in a second rubber, which is different 
from said first rubber, to form a carbon black-filled 
compound; and 

(c) mixing said silica-filled compound with said car- 
bon black-f illed compound to form a heterogeneous 
silica/carbon black-filled rubber compound, 
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(a) intimately dispersing substantially all of the silica filler in a first rubber to form a silica-filled comoonnH 
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\ There is also disclosed a heterogenous si.ica black-fil.ed rubber compound prepared by a process comprising 
(a) intimately dispersing substantially all of the silica filler in a first rubber to form a silica-filled «™™ ,^ 
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The siliceous pigments preferably employed in this invention are precipitated silicas such as, for example, those 
obtained by the acidification of a soluble silicate, e.g., sodium silicate. 

Such silicas might be characterized, for example, by having a BET surface area, as measured using nitrogen gas, 
preferably in the range of about 40 to about 600, and more usually in a range of about 50 to about 300 square meters 
per gram. The BET method of measuring surface area is described in the Journal of the American Chemical Society . 
Volume 60, page 304 (1930). 

The silica may also be typically characterized by having a dibutylphthalate (DBP) absorption value in a range of 
about 100 to about 400, and more usually about 150 to about 300. 

The silica might be expected to have an average ultimate particle size, for example, in the range of 0.01 to 0.05 
micron as determined by the electron microscope, although the silica particles may be even smaller, or possibly larger, 
in size. 

Various commercially available silicas may be considered for use in this invention such as, only for example herein, 
and without limitation, silicas commercially available from PPG Industries under the Hi-Sil trademark with designations 
210, 243, etc; silicas available from Rhone-Poulenc, with, for example, designations of Z1165MP and Z165GR and sil- 
icas available from Degussa AG with, for example, designations VN2 and VN3. etc. The Rhone-Poulenc Z1 165MP silica 
is currently preferred. 

The silica is added to the heterogeneous silica/carbon black-filled rubber compound in an amount ranging from 10 
to 150 phr. Preferably, from 30 to 90 phr of the silica is added. Substantially all of the silica is added to the first rubber . 
compound. Substantially is intended to mean at least 85 weight percent of the total "amount of silica used in the com- 
pound. Preferably, the total amount of silica is added to the first rubber. 

The silica is intimately dispersed in the first rubber to form a silica-filled compound. The mixing may be accom- 
plished by methods known to those skilled in the rubber mixing art. For example, fixed and variable speed mixers or 
Banburys™ may be used. The first rubber and silica are mixed in a nonproductive mix stage. The final curatives includ- 
ing sulfur vulcanizing agents are typically mixed in the final stage which is conventionally called the "productive" mix 
stage in which mixing typically occurs at a temperature, or ultimate temperature lower than the mix temperature(si) of 
the preceding nonproductive stage(s) and always below the subsequent cure temperatures. The silica and first rubber 
are preferably mixed for a time and temperature to intimately disperse the silica. For example, mixing at a rubber tem- 
perature from 1 30 to 1 80°C for a period of from 1 0 seconds to 20 minutes. 

In addition to the first rubber and silica, a silica coupling agent may be present to promote the interaction of the sil- 
ica and first rubber. Various known silica couplers may be used. 

One example of a silica coupler is a sulfur containing organosilicon compound. Examples of sulfur containing orga- 
nosilicon compounds are of the formula: 

Z-Alk-S n -Alk-Z 
in which Z is selected from the group consisting of 



R 
t 

! Si 
R 2 



R x 

Si 
i _ 



R' 



and 



R^ 
i 

Si- 
i . 



where R 1 is an alkyl group of 1 to 4 carbon atoms, cyclohexyl or phenyl; 

R 2 is alkoxy of 1 to 8 carbon atoms, or cycloalkoxy of 5 to 8 carbon atoms; 

AJk is a divalent hydrocarbon of 1 to 18 carbon atoms and n is an integer of 2 to 8. 

Specific examples of sulfur containing organosilicon compounds which may be used in accordance with the 
present invention include: 3,3'-bis(trirriethoxysily1propyl) disulfide, 3,3'-bis(triethoxysilylpropy1) tetrasuffide, 3.3'-bis(tri- 
ethoxysilylpropyl) octasulfide, 3.3'-bis(trimethoxysilylpropyl) tetrasulfide. 2,2'-bis(triethoxysilylethyl) tetrasulfide. 3,3'- 
bis(trimethoxysilylpropyl) 'trisulfide. 3.3'^is(triethoxysily1propyl) trisulfideT 3,3**is(triblitoxysiIylpropyl) disulfide. -3,3'- 
bis(trimeth6xysilylproi3yl) ' hexasulfide. 3.3*-bis(trimethoxysilytpropyl) octasulfide, 3,3'-bis(trioctoxysilylpropyl) tet- 
rasuffide. 3.3 ,: bis(trihexoxysilylpropyi) dkulfide;3.3'-bis(tri-2 M -ethylhexoxysilylpropyl) trisulfide. 3,3'-bis(triisooctoxysily1- 
propyl) tetrasulfide, ^ a.S'rbisCtri-t^xrtoxysilylprppyi) disulfide. -2,2"-bis(methoxy diethoxy silyl ethyl) tetrasulfide, 2,2'- 
bis(tripropoxysilylethyl) pentasuffide. 3,3'-bis(tricyclonexoxysily1propyl) tetrasulfide, 3.3'-bis(tricyclopentoxysilytpropyl) 
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trisulfide. 2,2*-bis(tri-2"-methylcyclohexoxysilylethyl) tetrasulfide, bis(trimethoxysily I methyl) tetrasulfide, 3-methoxy 
ethoxy propoxysilyl 3'-diethoxybutoxy-silyfpropyltetrasulf ide. 2,2'-bis(dimethyl methoxysilylethyl) disulfide, 2,2 , -bis(dime- 
thyl sec.butoxysilylethyl) trisulfide, S.S'-bistmethyl butylethoxysi I yl propyl) tetrasulfide, 3.3'-bis(di t-butylmethoxysi I y (pro- 
pyl) tetrasulfide, 2,2'-bis(phenyl methyl methoxysilylethyl) trisulfide, 3,3'-bis(diphenyl isopropoxysi I y (propyl) tetrasulfide, 
3,3'-bis(diphenyl cyclohexoxysily (propyl) disulfide, 3,3'-bis(dimethyl ethylmercaptosily (propyl) tetrasulfide. 2,2'- 
bis(methyldimethoxysilylethyl) trisulfide, 2,2 , -bis(methyl ethoxypropoxysilylethyl) tetrasulfide. 3,3'-bis(diethyl methoxys- 
ilylpropyl) tetrasulfide, 3,3'-bis(ethyl di-sec. butoxysilylpropyl) disulfide, S.S'-bisfpropyl diethoxysilyl propyl) disulfide. 3,3'- 
bis(butyl dimethoxysilylpropyl) trisulfide, 3,3*-bis(phenyl dimethoxysilylpropyl) tetrasulfide, 3-phenyl ethoxybutoxysiiyl 3'- 
trimethoxysilylpropyl tetrasulfide. 4,4'-bis(trimethoxysilylbutyl) tetrasulfide, 6,6'-bis(triethoxysilylhexyl) tetrasulfide 
12,12'-bis(triisopropoxysilyl dodecyl) disulfide. 18.18'-bis(trimethoxysilyloctadecyl) tetrasulfide, 18,18'-bis(tripropoxysi- 
lyloctadecenyl) tetrasulfide. 4,4 , -bis(trimethoxysilyl-buten-2-yl) tetrasulfide. 4,4'-bis(trimethoxysilylcyclohexylene) tet- 
rasulfide, S.S'-bisCdimethoxymethylsilylpentyl) trisulfide, S.S'-bisftrimethoxysilyl^-methylpropyl) tetrasulfide 3 3'- 
bis(dimethoxyphenylsilyl-2-methylpropyl) disulfide. 

The preferred sulfur containing organosilicon compounds are the 3,3'-bis(trimethoxy or triethoxy silylpropyl) 
sulfides. The most preferred compound is 3.3'-bis(triethoxysilylpropyl) tetrasulfide. Therefore, as to the above formula 
preferably Z is 



i 

Si 



R< 



R' 



where R 2 is an alkoxy of 2 to 4 carbon atoms, with 2 carbon atoms being particularly preferred; Alk is a divalent hydro- 
carbon of 2 to 4 carbon atoms with 3 carbon atoms being particularly preferred; and n is an integer of from 3 to 5 with 
4 being particularly preferred. 

The amount of the sulfur containing organosilicon compound in a rubber composition will vary depending on the 
level of silica that is used. Generally speaking, the amount of the compound will range from .5 to 50 phr. Preferably, the 
amount will range from 1 .5 to 8 phr. Depending on the desired properties, the weight ratio of the sulfur containing orga- 
nosilicon compound to silica may vary. Generally speaking, the weight ratio will range from 1:100 to 1 :5. Preferably the 
weight ratio will range from 1 :20 to 1 : 1 0. 

In the second critical step of the present invention, the majority of carbon black is separately and intimately dis- 
persed in the second rubber, which is different from the first rubber, to form a carbon black-filled compound. Typical 
amounts of reinforcing-type carbon black(s). range from 5 to 150 phr. Preferably, the carbon black level ranges from 10 
to 80 phr. Representative of the conventional carbon blacks which may be used in the present invention include those 
known to those skilled in the art under the ASTM designations N110, N121. N220, N231, N234 N242 N293 N299 
S315, N326. N330, N332, N339. N343. N347..N351, N358 and N375. ' 

The weight ratio of silica to carbon black in the overall heterogeneous silica carbon black-filled rubber compound 
may vary. For example, the weight ratio may be as low as 1 :5 to a silica to carbon black ratio of 30:1 . Preferably, the 
weight ratio of silica to carbon black ranges from 1 :1 to 6:1 . The combined weight of the silica and carbon black may be 
as low as 1 5 phr, but is preferably from 45 phr to 90 phr. 

As indicated above, the majority (>50 percent by weight) of the total carbon black is mixed in the second rubber. 
However, essentially all of the carbon black may be added at this stage, with the exception of those rubber chemicals, 
such as sulfur containing organosilicons which are dispersed on carbon black and added at a different stage of mixing 
Preferably from 80 to 1 00 weight percent of the total carbon black is added to the second rubber not including the car- 
bon black used as a carrier. 

It can be readily understood by those having skill in the art that the second rubber composition may be com- 
pounded by methods generally known in the rubber compounding art in equipment such as mills, Banburys and the like. 

Both the silica-filled compound and carbon black-filled compound may contain various commonly used additive 
materials such as, for example, processing additives such as oils, resins including tackifying resins and plasticizers, pig- 
ments, fatty acid, zinc oxide, waxes, antioxidants and antiozonants and peptizing agents. Depending on the intended 
use of the heterogeneous silica/carbon black-filled rubber compound, the additives mentioned above are selected and 
commonly used in conventional amounts. Typical amounts of tackifier resins, if used, comprise about 0.5 to about 10 
phr, usually about 1 to about 5 phr. Typical amounts of processing aids comprise about 1 to about 50 phr. Such process- , 
ing aids can include, for example, aromatic, napthenic, and/or paraffinic processing oils. Typical amounts of antioxidants 
comprise about 1 to about 5 phr. Representative antioxidants may be, for example, diphenyl-p-phenylenediamine and 
others, such -as. for example, those disclosed in the Vanderbilt Rubber Handbook (1978), pages 344-346. Typical ' 
amounts of antiozonants comprise about 1 to 5 phr. Typical amounts of fatty acids, if used, which can include stearic 
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acid comprise about 0.5 to about 3 phr. Typical amounts of zinc oxide comprise about 2 to about 5 phr. Typical amounts 
of waxes comprise about 1 to about 5 phr. Often microcrystalline waxes are used. Typical amounts of peptizers com- 
prise about 0.1 to about 1 phr. Typical peptizers may be, for example, pentachlorothiophenol and dibenzamidodiphenyl 
disulfide. 

5 The above additives may be mixed in the first rubber compound or second rubber compound in any ratio. 

The above conventional ingredients may also be added to subsequent mixes including the productive step. 
Once the silica-filled first rubber compound has been prepared as well as the carbon black-filled compound con- 
taining the second rubber, the two rubber compounds are combined. This may be done as a nonproductive, productive 
or productive blending step. Alternatively, either the first or second rubber compound can be processed in a separate 
10 productive step and subsequently combined with the other nonproductive compound. Preferably, the combination of the 
two are done at the productive step. 

As described above, the productive step involves a mixing stage where the curatives are added. For example, sulfur 
donors or sulfur vulcanizing agents include elemental sulfur (free sulfur), an amine disulfide, polymeric polysulfide and 
sulfur olefin additives. Preferably, the sulfur vulcanizing agent is elemental sulfur. The sulfur vulcanizing agent may be 
15 used in an amount ranging from 0.5 to 8 phr, with a range of from .5 to 4 being preferred. Accelerators are used to con- 
trol the time and/or temperature required for vulcanization and to improve the properties of the vulcanizate. In one 
embodiment, a single accelerator system may be used, i.e., primary accelerator. The primary accelerator s) may be 
used in total amounts ranging from about 0.5 to about 4, preferably about 0.8 to about 1 .5. phr. In another embodiment, 
combinations of a primary and a secondary accelerator might be used with the secondary accelerator being used in 
20 smaller amounts (of about 0.05 to about 3 phr) in order to activate and to improve the properties of the vulcanizate. 
Combinations of these accelerators might be expected to produce a synergistic effect on the final properties and are 
somewhat better than those produced by use of either accelerator alone. In addition, delayed action accelerators may 
be used which are not affected by normal processing temperatures but produce a satisfactory cure at ordinary vulcan- 
ization temperatures. Vulcanization retarders might also be used. Suitable types of accelerators that may be used in the 
25 present invention are amines, disulfides, guanidines, thioureas, thiazoles, thiurams, sulfenamides, dithiocarbamates 
and xanthates. Preferably, the primary accelerator is a sulfenamide. If a second accelerator is used, the secondary 
accelerator is preferably a guanidine, dithiocarbamate or thiuram compound. 

Vulcanization of the rubber composition of the present invention is generally carried out at conventional tempera- 
tures ranging from 100°C to 200°C. Preferably, the vulcanization is conducted at temperatures ranging from 110°C to 
30 1 80*C. Any of the usual vulcanization processes may be used such as heating in a press or mold, heating with super- 
heated steam or hot air or in a salt bath. 

Upon vulcanization of the sulfur vulcanized composition, the rubber composition of this invention can be used for 
various purposes. For example, the sulfur vulcanized rubber composition may be in the form of a pneumatic tire, belt, 
hose, air spring, shoe product and motor mount. In case of a tire, it can be used for various tire components. Such tires 
35 can be built, shaped, molded and cured by various methods which are known and will be readily apparent to those hav- 
ing skill in such art. Preferably, the rubber composition is used in the tread of a tire. As can be appreciated, the tire may 
be a passenger tire, aircraft tire, truck tire and the like. Preferably, the tire is a passenger tire. The tire may also be a 
radial or bias, with a radial tire being preferred. 

The invention may be better understood by reference to the following examples in which the parts and percentages 
40 are by weight unless otherwise indicated. 

The following examples are presented in order to illustrate but not limit the present invention. 
The following tables report cure properties that were determined from the rubber stocks that were prepared. These 
properties" include tensile modulus, tensile strength, hardness, rebound values and autovibron properties. 

45 Example 1 

Tables 1 and 2 compare standard "all-in" mixed compounds versus phase- mixed compounds which are of the same 
formulations (56/24 phr silica/carbon black) using two different polymer blends, either a 70/30 by weight blend of solu- 
tion SBR/NR or a 70/30 by weight blend of IBR/NR. All of the ingredients in Control 1 and Control 3 were mixed in one 
so nonproductive step. In Samples 2 and 4, two separate nonproductive steps were used. In each nonproductive mixing 
step, a Kobe™ BB-2 mixer was used. The nonproductive step of all compounds containing silica (Standard and Nonpro- 
ductive A) utilized variable speed mixing. 

For Control 1 and Control 3. the rubber was loaded and mixed at 60 RPM. After 30 seconds, all of the silica coupler 
and one-hatf of the silica filler was added. After 60 seconds, the remaining silica, carbon black and other additives were 
55 loaded. Once the rubber temperature reached 160°C. the rotor speed was adjusted to maintain 160°C for 7 minutes. 
The nonproductive compound was then discharged. . 

For Nonproductive A in Samples 2 and 4, the above procedure was repeated except no carbon black was added. 

For the Nonproductive B step in Samples 2 and 4. the mixing was at 55 rpm. The rubber, carbon black and remain- 
ing additives were loaded. After 150 seconds, the rubber temperature was approximately 170*C, the mixing was 
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stopped and its contents removed. 

«,ith?hl' he 1 r0ClU £r St6P fof C ° ntr0lS 1 and 3 ' one - haH ° f the amount of *» nonproductive mix was loaded ata „ 
mir 2 mi« ^omT 6 1"™ 0ne - ha " <" 1,16 ™P~e. -s then commeTced" r^P °o 

f JZ^ 2- ? . ~ mbber tem P erature rea *ed approximately 90 to 1 00"C and the load was discharged 
For he P oductive step for Samples 2 and 4, hatf the Nonproductive A arvJ Nonproductive S were lo^ed aTono Jfh 
the curatives followed by the remaining halves of Nonproductive A and B Mixing ras tnen commenc^lt 

"t 1ST * T ^ B * b<r ^ *PP«— y 90 to loT'C and theToad SUffiS 

In each phase-m.xed compound (Samples 2 and 4). the tan delta values (0°C 11 Hz) were h^h P r^?nhof" 
improved wet traction) than for the corresponding standard mixed compounds. 9 ( 9h6r = 
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Table 1 



STANDARD VS PHASE-MIXED CO 


M POUNDS 


Sample 


Control 1 




Control 3 


4 


Mix Procedure 
Component 


Nonproductive 


Phase 
Nonproductive A 


Standard 
Nonproductive 


Phase 
Nonproductive A 


SBR 1 


70 


70 


0 


0 


1BR : 


0 


0 


70 


70 


Natural Rubber 


30 


0 


30 


0 


Silica 4 


56 


56 


56 


56 


Carbon Black * 


24 


0 


24 


0 


Silica Coupler 




9 


9 


0 


Aromatic Oil 


26.2 


18.3 


26.2 


18.3 


Stearic Acid 


3 


2.1 


.3. 


2.1 


Ztrw Ox ill: 


2.5 


1.75 


2.5 


1.75 


Wax 


1.5 


1.05 


• 1 .3 


1.05 


Antioxidant' 


i 


1.4 


2 


1.4 






Nonproductive B 




Nonproductive B 


Natural Rubber 




30 




30 


Carbon Black' 




24 




24 


Aromatic Oil 




7.0 




7.9 


Stearic Acid 




.3 




.3 


Zinc Oxide 




.75 




.75 


Wax 




.45 




.45 


Antioxidant 7 




.6 




.6 




Productive 


Productive 


Productive 


Productive 


Retarded 


.15 


.15 


.15 


.15 


Sulhir 


1.4 


i 4 


1.4 


1.4 


Accelerator* 


1.7 


1 .7 


1.7 


1.7 


Accelerator 10 . 


2.0 ' 


2 U 


2-0 


2.0 



1. A solution polymerized styrene-ouudiene copolymer having a styrcne cxitem oi 23. 53 by weight, 45% by we ighl vinyl-fa and 
content and a Tg of -39'C. This SBR was acquired rrotn The Firestone Tire .t Rubber Co under the designation Duradcne" 715. 

2. An isoprcnc -butadiene copolymer prepared via solution polymeri7at«*<n. The 1BR had a 50% by weight isoprene content, a 
S0?f by weight butadiene content, a cis-l .4-bond content of 48 *X and a Tj; .m ~12*C. 

J. SMR-20 

4. Zcosil 1 165'MP commercially available from Rhone Pouknc 

5. N2«XJ Black 

6. 3.3'-bis(lriethoxy*ilylpropyl>tctrasulfide on a carbon black carrier (5u'i 5u*i b> weight) commercially obtained from Degussa 
under the commercial designation X50S 

7. N-l.J dimethyl butyl N' phenyl paraphcoylcne diamine 

8. N>cyclohexytthiophthalimidt: 

9. N<cyclohcxyUbcnzothia£olc-2-sulfcrtamtde 

10. Diphenylguanidinc 
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Table 2 



10 



15 



20 



25 



Example 


Control 1 


2 


Control 3 


4 


Mix Procedure 


Standard 


Phase 


Standard 


Phase 


Properties ~ * 




Tensile Modulus, MPa 










100% 


2.6 


2.5 


2.6 


2.4 


300% 


13.1 


12.4 


11.6 


11.6 


Tensile Strength, MPa 


16.3 


14.0 


16.0 


16.1 


Hardness, RT 


64 


63 


63 


63 


100°C 


59 


58 


60 


60 


Rebound, RT 


31 


32 


36 


38 


100°C 


55 


55 


60 


61 


Autovibron Properties @ 1 1 Hz "~ ~ 




Tangent Delta, 0°C 


0.223 


0.256 


0.151 


0.186 


60 d C 


0.110 


0.110 


0.100 


0.093 



Example 2 



30 



35 



40 



45 



SO 



temperature reached ieo-C.1l. * *o speeds fd^o ^fj^TZt™™ ™" ° nCe ,he rubber 

pound was then discharged ' ° ma ' ntain 160 C for 7 minutes - ™e nonproductive com- 

ao^on^^ 

For the Nonproductive B step in Samrtes 6 S T. rema ' n ' ng s,llca added 60 seconds, 
remaining additives were loaded. f^^^ ^^JT" 9 ^ * 55 ^ ™ e n * b,r - cart30n Wack and 
stopped and its contents removed ,emperature was approximately 1 70-C. the mixing was 

with K ~ ^ was ,oaded a,on 9 
n.telyaminutesa^^^ 

For the Productive Step for Samoles 6 7 <5 *nH in d the ,oad ^ discharged, 
^"^curativ^ 

reached approximately 90 to 100-C and the load was discharged ^ 6 fUbber ,em Perature 

Also, it should be noted that phase-mixed conwou^ds i hi!^ ™^. < , contro1 «>"P°"nds (Samples S and 8). 
tonally, properties of ptaJUi^S^ **" 
believed to.edueto^eselec.Vep.^rn^ 



i5 
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Table 3 



STANDARD VS PHASE-MIXED COMPOUNDS 



Sample 



Control 5 



I Mix Procedure 



Standard 



Phase 



Phase 



Component 



Nonproductive 



Nonproductive A 



Nonproductive A 



SBR 



50 



50 



Natural Rubber 2 



Silica 3 



Carbon Black 4 



50 



50 



30 



30 



30 

~~o" 



30 



Silica Coupler 



5.5 



5.5 



Paraffinic Oil 



10 



Stearic Acid 



5.5 



Zinc Oxide 



3.5 



1.75 



1.75 



Wax 



1.5 



.75 



.75 



Antioxidant 0 



3.37 



1.685 



Nonproductive B 



1.685 



Nonproductive B 



SBR 



Natural Rubber' 



50 



Carbon Black 4 



30 



30 



Paraffinic Oil 



Stearic Acid 



Zinc Oxide 



1.75 



1.75 



Wax 



.75 



.75 



Antioxidant 6 



1.685 



1.685 



Productive 



Productive 



Productive 



Sulfur 



1.3 



1.3 



Accelerator 7 



1.35 



1.35 



Accelerator 8 



.23 



.23 



1.35 



.23 



LAsdutionpolymeraedstyrene-butadiene copolymer ^^^^ 
of 23 5% bv weiQht 45% by weight vinyl-bond content and a Tg of -39 C. This 
SBR was acql^red from Z Firestone T,re & Rubber Co under the designate. 
Duradene™ 715. 

2. SMR-20 

3. Hisil 210 MP commercially available from PPG 

s. "1^^ on a cartx>n carrier (5 ° * 

by weight) commercially obtained from Degussa under the commerce designa- 
tion X50S ^ . 

6. N-1 ,3 dimethyl butyl N* phenyl paraphenylene diamine 

7. N-cycfohexyl-benzothia20le-2-suHenamide 

8. Tetramethyl thiuram disulfide 
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Table 4 



Example 


Control 5 


6 


7 


Mix Procedure 


Standard 


Phase 


Phase 


Properties 






— 


Tensile Modulus, MPa 








100% 


2.5 


2.4 


2.5 


300% 


12.7 


11.8 


12.0 


Tensile Strength, MPa 


17.8 


18.4 


17.6 


Hardness, RT 


60 


61 


62 


100°C 


57 


57 


59 


Rebound, RT 


49 


47 


46 


100°C 


65 


63 


64 


Autovibron Properties <§> 1 1 Hz ; 


Tangent Delta, 0°C 


0.160 


0.177 


0.155 


60°C 


0.084 


0.090 


0.085 


E' (MPa), 0°C 


15.7 


16.5 


18.7 


60°C 


7.8 


8.6 


9.4 



10 
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Table 5 



STANDARD VS PHASE-MIXED COMPOUNDS 


Odl 1 I}JIG 


Cnnim\ ft 


q 


1 n 
i \j 


IV 1 1 A I 1 UVsCVJLJI O 




t 1 Idoc 


Phaco 


flnmnnn on( 


MnnncrvHi ictiwo 




Wnnnrririi i\ /o A 
INUiIUIUUUUUVc M 


SBR 1 




sn 


u 


Nati iral Ri ihhpr^ 




n 


OU 


^ilira 3 

OlllUa 




^n 

OU 


^n 




on 
OU 


n 
u 


n 

U 


onica coupler 


o.o 


o.o 


O.O 


Dae «a*f ii-ii/* f^ll 

raraninic 


1 r» 
I u 


c 

o 


O 


OlcailC MCIQ 


o 




I 


zjnc vjxiqs 


o.o 


1 7^ 
I . /O 


1 . /O 


Wav 
wax 


I -O 


7^ 

. /O 


7c: 


* Mn iioxiuani 


T Q.7 
O.Of 


I .boo 


1 .boo 






Nonproductive o 


Nonproductive B 






U 


OU 


Natural nuooer 




OU 


u 


vyarDon oiacK 




on 

oU 


on 
OU 


raraninic un 




cr 
O 


c 

o 


Stearic Acid 




1 


1 


Zinc Oxide 




1.75 


1.75 


Wax 




■75 


.75 


Antioxidant 6 




1.685 


1.685 




Productive 


Productive 


Productive 


Sulfur 


1.3 


1.3 


1.3 


Accelerator 7 


1.35 


1.35 


1.35 


Accelerator 8 


.23 


.23 


.23 



1 . A solution polymerized styrene-butadiene copolymer having a styrene content 
.of 23.5% by weight, 45% by weight vinyl-band content and a Tg of -39°C. This 
SBR was acquired from The Firestone Tire & Rubber Co under the designation 
Duradene™ 715. 

2. SMR-20 

3. Hisil 210 MP commercially available from PPG 

4. N-351 Black 

5. 3.3'-bis(thethoxysilylpropyl)tetrasulfide on a carbon black carrier (50%-50% 
by weight) commercially obtained from Degussa under the commercial designa- 
tion X50S 

6. N-1 ,3 dimethyl butyl N* phenyl pa/aphenylene diamine 

7 . N- cyctohexy l-benzothiazole-2-sulf enam ide 

8. Tetra methyl thiuram disulfide 
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Claims 



1. A process for the production of a heterogeneous silica/carbon black-filled rubber compound characterized by: 

(a) intimately dispersing substantially all of the silica filler in a first rubber to form a silica-filled compound' 

iiTT l y ? matSly diSpereinQ ^ maiori * of black a ^ond rubber wh ch is Xent from 

said first rubber to form a carbon black-filled compound and amerent from 

£££ zsaxsssr said a * on bia< *- ,ined *w to <™ * -■ 

2. The process of claim 1 wherein said first rubber and said second rubber are selects frnm »» „,„ ~ ■ * " , 
emufeion polymerize s»re ne/butadiene copolymers, solution polym^sty^^^ ? 

n * W * ,r ' CiS 1 ' 4 -P 0| ybutadiene. styrene isoprene copolymers. 3.4-polyis^^ne Tsop ene^uia" 
d ene copolymers, medium viny. polybutadiene. styrene/isoprene/butadiene ^ti^^M^SS^ 
prene, acrylonitnle/butadiene copolymers and ethy.ene/propylene/diene terpolyrners and Sres^here^ 

6 " b^m^nlf °' C '£ m f Wh6rein ^ SiHca fill6r ' Silica ""P"* and firet ™«*r compound are intimately dispersed 
by m,xing at a rubber temperature of from 130-C to 180'C for a period of from lO^econds to aoTnutes 

7. A heterogeneous silica/carbon black-filled rubber compound prepared by the process claimed in any of claims 1 to 
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6. 

8. The compound of claim 7 which is vulcanized at a temperature ranging from 1 00°C to 200°C 

9. The vulcanized compound of claim 8 which is in the form selected from the group consisting of a pneumatic tire, 
belt, hose, air spring, shoe product and motor mount. 

10. The pneumatic tire having a tread comprised of the vulcanized compound according to claim 8. 
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